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PROCESSES                                     ORNAMENT

Wire                     Sterling silver wire 8-gauge.

Drawing                Draw the wire through the half round hole

p. 96                    draw plate. Two sizes will be necessary; the

smaller wire should be twice the length of the

larger wire.

Sawing                  Saw the smaller wire in two even pieces,

p. 33

Binding                 Bind the two smaller wires one on each side of

the larger wire, as shown in Fig. 93.

Soldering               Solder the wires together.

Sawing                  Saw the soldered strip of wire in five ^-inch

units.

JOINING THE ORNAMENT AND THE
FOUNDATION

Spacing                 Divide the band into five equal parts and scratch

a line across the band at right angles.

Binding                 Bind the units of wire at right angles with the

band so the outer edge of the small wire lies on
the division line. Let the wires extend over
the edges of the band % kch. The unit must
touch the band at all points as shown in Fig. 93.

Soldering               Solder the wire units to the band.

Pickling                 Clean in pickle.

Sawing                  Saw the protruding wires even with the edge of

the band.

Filing                    File to smooth the edges.

Cleaning                Remove any scratches or excess solder with a

file and scotch stone.